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[ Abstract] 

A method for producing construction panels that consist of organic and/or inorganic 
fibers as reinforcement and of at least one inorganic binder like cement and optionally fillers is 
said to be designed so that crystallizable cement reaction products can no longer have an effect 
on the fibers. In this regard it is provided in accordance with the invention that the fibers are 
provided with impregnation by and/or a coating of hydrophobic substances before they are 
incorporated into the fiber-binder mixture. 

Claims 

1. A method for producing construction panels that consist of organic and/or inorganic 
fibers as reinforcement and of at least one inorganic binder like cement and, optionally, fillers, 
which is characterized by the fact that the fibers are provided with impregnation by and/or a 
coating of hydrophobic substances before they are incorporated into the fiber-binder mixture, 

2. A method as in Claim 1, which is characterized by the fact that the hydrophobic 
substances are silicone compounds, oils, paraffin or the like. 

3. A method as in Claim 1, which is characterized by the fact that the hydrophobic 
substance is bitumen. 

4. A method as in one of the preceding claims, which is characterized by the fact that the 
fibers are degradable organic fibers like cellulose fibers, wood chips, flax fibers, hemp fibers, or 
the like. 

5. A method as in one of Claims 1-3, which is characterized by the fact that the fibers are 
inorganic fibers like glass fibers or mineral wool. 

6. A construction panel that consists of organic and/or inorganic fibers as reinforcement 
and of at least one inorganic binder like cement and, optionally, fillers, which is characterized by 
the fact that the construction panel is produced by a method as in one of the preceding claims. 
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The invention concerns a method for producing construction panels that consist of 
organic and/or inorganic fibers as reinforcement and of at least one inorganic binder like cement 
and optionally fillers. 

Organic fibers, especially ones of cellulose, have the disadvantage that they are attacked 
by crystallizable cement reaction products contained in the cement and become destroyed over 
the long term, so that their useful life is limited. 

Accordingly, the invention is based on the task of designing a method of the kind 
mentioned at the start so that the disadvantages of the known method are remedied and so that 
the crystallization products no longer can have an effect on the fibers. 

This task is solved in accordance with the invention by the fact that the fibers are 
provided with impregnation by and/or a coating of hydrophobic substances before they are 
incorporated into the fiber-binder mixture. 

In this way, on the one hand, the sulfate contained in the cement, for example, can no 
longer attack the fibers and, on the other hand, crystallization products like, for example, . 
ettringite as calcium sulfate silicohydrate likewise can no longer affect the fibers, because they 
are no longer capable of absorbing water. 

Another advantage of the method in accordance with the invention lies in the fact that the 
swelling and shrinking of the fibers is largely reduced by impregnation with hydrophobic 
substances. 

Various hydrophobic substances can be used. For example, it is possible to use silicone 
compounds for this purpose or oils, paraffins, or the like; however, it is especially advantageous 
if the hydrophobic substance is bitumen, since in contrast to other hydrophobic substances such 
as oils, bitumen is stable for a long time, namely over centuries. 

An impregnation of this kind is particularly suitable for degradable organic fibers like 
cellulose fibers, wood chips, flax fibers, hemp fibers and other fibers of this kind, but inorganic 
fibers such as glass fibers are also protected by such a hydrophobic coating. Glass fibers are 
protected, for example, against a harmful crystallizing out, thus intergrowth with the matrix, 

In the case of inorganic fibers like mineral wool the hydrophobic coating protects against 
attack by alkalis coming from the binder. ; 
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Pruf ungsantrag gem. § 44 PatG rst gestellt 
@ Verfahren zur Herstellung von Bauplatten 

Ein Verfahren zur Herstellung von Bauplatten, die a us or- 
ganischen und/oder anorganlschen Fasern ate Armierung 
und aua we nig st ens einem anorganischert Bindernittel, wfe 
Zementund gegebenenfalls aua Fullstoffen bestehen, soli so 
ausgestaltet warden, daB sich kristaltisierbare Zementreak- 
tionsprodukte nicht mehrauf die Fasern auswirken kdnnen. 
Hierzu ist erff ndungsgemaft vorgesehen, daft die Fasern vor 
ihrer Eintragung in das Faser-Bindemittel-Gemisch mit einer 
Trfinkung und/oder einem Qberzug aua hydrophoben Sub- 
stanzen versenen warden. 
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PatentansprQche 

1. Verfahren zur Herstellung von Bauplatten, die 
aus organischen und/oder anorganischen Fasern 
als Armierung tind aus wenigstens einem anorgani- s 
schen Bindemittel, wie Zement und gegebenenfalls 
aus Fullstoffen besteheiu dadurch gekennzeich- 
net, daB die Fasern vor ihrer Eintragung in das 
Faser-Bindemittel-Gemisch mit einer Trankung 
und/oder einem Oberzug aus hydrophoben Sub- io 
stanzen versehen werden. 

2. Verfahren nach Anspruch 1, dadurch gekenn- 
zeichnet, daB die hydrophoben Substanzen Silikon- 
verbindungen. Ole, Paraffin od. dgl. sind. 

3. Verfahren nach Anspruch 1, dadurch gekenn- is 
zeichnet, daB die hydrophobe Substanz Bitumen ist 

4. Verfahren nach einem der vorhergehenden An- 
spriiche, dadurch gekennzeichnet, daB die Fasern 
verrottbare organische Fasern, wie Zellulosef asern, 
Hoizspane. Flachsfasern, Hanffasern od. dgl sind 20 

5. Verfahren nach einem der Anspruche 1 bis 3, 
dadurch gekennzeichnet daB die Fasern anorgani- 
sche Fasern. wie Glasfasern oder Steinwolle sind* 

6. Bauplatte, die aus 'organischen und/oder anorga- 
nischen Fasern als Armierung und aus wenigstens 25 
einem anorganischen Bindemittel, wie Zement und 
gegebenenfalls aus Fullstoffen besteht, dadurch ge- 
kennzeichnet daB die Bauplatte nach einem Ver- 
fahren nach einem der vorhergehenden Anspruche 
hergestellt ist 30 
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wenn die hydrophobe Substanz Bitumen ist, weil im 
Gegensatz zu anderen hydrophoben Substanzen, wie 
beispielsweise Olen, Bitumen langzeitig, nSmlich fiber 
Jahrzehnte hinaus, bestandig ist. 

Eine solche Trankung ist insbesondere fur verrottba- 
re organische Fasern, wie Zellulosefasern, Hoizspane* 
Flachsfasern, Hanffasern und andere Fasern dieser Art 
geeignet aber auch anorganische Fasern, wie beispiels- 
weise Glasfasern, werden durch einen solchen hydro- 
phoben Oberzug geschfitzt Glasfasern werden bei- 
spielsweise gegen ein sch&dliches Aufkristallisieren, also 
eine Verwachsung mit der Matrix, geschutzt. 

Bei anorganischen Fasern, wie Steinwolle, schlltzt der 
hydrophobe Oberzug gegen einen aus dem Bindemittel 
kommenden Alkaliangriff, 



Beschreibung 

Die Erfindung betrifft ein Verfahren zur Herstellung 
von Bauplatten, die aus organischen und/oder anorgani- 35 
schen Fasern als Armierung und aus wenigstens einem 
anorganischen Bindemittel wie Zement und gegebe- 
nenfalls aus Fullstoffen bestehen* 

Organische Fasern, insbesondere solche aus Zellulo- 
se t haben den Nachteii. daB sie von den im Zement 40 
enthaltenen, kristallisierbaren Zementreaktionsproduk- 
ten angegriffen und langfristig zerstOrt werden, so daB 
ihre Standzeit begrenzt ist 

Der Erfindung liegt demgem&B die Aufgabe zugrun- 
de, ein Verfahren der eingangs genannten Art so auszu- as 
gestalten, daB die Nachteile des bekannten Verfahrens 
beseitigt werden und daB sich die Kristallisationspro- 
dukte nicht mehr auf die Fasern auswirken kdnnen. 

Diese Aufgabe wird erf indungsgemaB dadurch gelost, 
daB die Fasern vor ihrer Eintragung in das Faser-Binde- 50 
mittel-Gemisch mit einer Trankung und/oder einem 
Oberzug aus hydrophoben Substanzen versehen wer- 
den, 

Auf diese Weise wird erreicht, daB einerseits bei- 
spieisweise das im Zement enthaltene Sulfat die Fasern 55 
nicht angreifen kann und daB andererseits Kristallisa- 
tionsprodukte, wie beispielsweise Ettringit als Calcium- 
sulfat-Silikathydrat sich ebenfalls nicht auf die Fasern 
auswirken kann, weil diese nicht mehr wasseraufnahme- 
fahigsind, to 

Etn weiterer Vorteil des erfindungsgemaBen Verfah- 
rens besteht darin, daB das Quellen und Schwinden der 
Fasern durch die Trankung mit den hydrophoben Sub- 
stanzen weitgehend verringert ist 

Es konnen verschiedene hydrophobe Substanzen zur 65 
Anwendung kommen. So ist es beispielsweise mdglich, 
Silikonverbiadungen hierftir zu verwenden oder Ole* 
Paraffin od.dgl; besonders vorteiihaft 1st es jedoch. 



